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TTTT.B r»F TWT! TNVENTION 

TONER FOR DEVELOPMENT OF EliECTROSTATIC LATENT IMAGES, 
METHOD OF FORMING IMAGES, IMAGE FORMATION APPARATUS, 
TONER CONTAINER CONTAINING THE TONER THEREIN , AND 
IMAGE FORMATION APPARATUS EQUIPPED WITH THE TONER 

CONTAINER 

BACKGROUND _QF THE raVESTTION 

The present invention relates to a toner for use in 
an image forming process such as an electrophotographic 
process^ or electrostatic printinq process. 

The present invention also relates to a method of 
forming an image, using a two component developer 
comprising the above-mentioned toner and a magnetic 
carrier * 

The present invention also relates to an imaqe 
formation apparatus , usinq the two-component dev^lupex 
comprising the above-mentioned toner. 

The present invention also relates to a container 
containing therein the above-mentioned toner. 

The present invention also relates to an image 

9 

formation apparatus equipped with the container 
coutaiuiiiy therein the d.buve-xueutioried toner. 

Diacusfiion of Background 
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A dry type two-component developer for uac in a two- 
component type development method comprises a carrier 

composed of relatively large particles (hereinafter 

i 

referred to as the carrier particles), and a tonar 
composed of fine* particles (hereinafter referred to as 
the toner particles) which toner particles are 
triboelectrically held on the surface of the relatively 
larqe carrier particles. 

When the developer comes near a latent electrostatic 
image, the attraction o£ the toner particles to the 
latent electrostatic image overcomes thft bonding force 
between the toner particles and the carrier particles, so 
that the toner particles die attracted to the latent 
electrostatic image and deposited thereon, whereby the 
latent electrostatic image is developed to a visible 
toner image, The developer is repeatedly used with the 
replenishment of the ton*r thereto as thft toner is 
consumed by the development of latent electrostatic 
Images - 

Conventional toners for use in two-component 
developers are mostly of a non-magnetic type, in which 
carbon black is used as a coloring agent. Such 
conventional tonara have a shortcoming that the fogging 

- 2 - 



20 Otf 43 5D \n\Vj) KK CTC 

i 



NO.0423 P- 4 



of images is apt to be caused when the carriex saving as 
a charqe application member deteriorates while in use, 
and applies to the toner particles electric charges with 
a polarity opposite to the polarity of electric charges 
that should be applied to the toner parti r. les, or when 
the* torvsr particles are not sufficiently charged by the 
carrier. 

As? a counL^Jtiu^dtfuie aqainst such a problem/ there 
has been devised a method for preventing the occurrence 
of the fogging of images by containing a magnetic 
material in the toner and applying a magnetic bias 
thereto- However, when the amount of the magne&t i r: 
material is excessive in the toner, images with a 
sufficient density for use in practice cannot by obtained 
so that an appropriate range of the amount thereof must 
be found, whilo when the amount of the magnetic material 
is small, carbon black must be used in combination with 
r.het magnetic material since the coloring is insufficient 
when orfly the magnetic material is used> However, in 
uxdei to imptovw Lhe color inq deqree, a large amount of 
carbon black is used, there occurs a problem that the 
tolerance for the image fogging is reduced > 

A heat roller system for application of heat 
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application io widely and generally used as an image 
fixing #system in electrophotography due to the advantage 
of energy efficiency thereot over other image fixing 
systems. 

Recently, there is a tendency that Iherutdl energy 
applied to the toner at the time of fixing toner images 
is reduced because of the recent development of the low- 
temperature image fixing and high speed copying for 
rational use of energy. 

The improvement of the low-temperature image fixing 
performance of such a toner for use in the low- 
temperature image fixinq has been generally Lxied by use 
of resigns with low softening points and waxes. However, 
3uch toners for use in the low-tcmpcraturc image fixing 
arc vulnerable to hcat r so that it is known that such 
toners are solidified by the heat applied mflrhan i r.a I 1 y or 
the heat applied during the storage thereof , which is 
known as the so-called blocking- FuiUiexmore, it is 
difficult for such toners to attain a sufficient image 
fixing temperature range for use in practice- Such 
problems have not yet been solved even by use of 
polyester resin, which is sai.d fn have* relatively good 

heat retention performance for its good low-temperature 

I 
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image fixing performance. 

In 1 order to solvs Lhese problems, there have been 
ma.de several proposals to U3C two kinds of polyester 
resins Wth different characteristics in combination, 

Pdr example, in Japanese Laid-Open Patent 
Application No. fcU-9034 4, there is proposed a method of 
mixing 'a non-linear polyester resin and a linear 
polyester resin. 

In Japanese Laid-Open Patent Application No. 64- 
15755, there is proposed a method of mixing a cross- 
linked polyester resin with Tg of 50 W C or more and a 
softening point of 200°C or less, and a straight chain 
polyester resin wxth a softening point of l50 n C or less 
and MW of 3,000 to 50,000. 

In Japanese Laid-Open Patent Application No* 2 822S7, 
there is proposed a method of containing a non-linear 

polyester resin with MW of 5 P 000 or more and a dispersion 

i 

ratio of 20 or more, and a linear polyester resin with MW 
ot 1,000 to 5,000 and a dispersion ratio of 4 or less* 

If! Japanese Laid-Open Patent Application No. 3- 
229264 t there is proposed a method of containing an 
organometallic compound compoccd of a linear polyester 
resin with an acid value of 5 to 60 and a non-linear 
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pylyester resin with an acid value of les3 than 5 , 

In Japanese Laid-Open Patent Application No. 3-41470, 
there is proposed a method of mixing saturated polyester 
resins 1 with tha difference between the acid values 

thereat being 1.5 or more, 

i 

Due to the recent further developed low-temperature 
imaqe fixing, <a demand for more advanced low-temperature 
image fixing performance/ and a significant reduction in 
size of image fixing unit, it is extremely difficult to 
secure a further advanced low-temperature image fixing 
performance, an flxf.ftnriftri image fixing temperature range, 
and thermal preservation performance at the same time 
when cui image fixing unit which used a light load- 
Furthermore/ in the two-component development method, 
it is necessary that the mixing ratio of carrier and 
toner, namely, toner concentration, be constant in order 
to obtain a stable image density. Tn orriar to achieve 
this, it is necessary to mount a toner replenishing 
mechanism, a sensor «md olhex* devices on the image 
development unit- These devices make the development unit 
large and the operation thereof complex, These are the 
shortcomings of the two-component development method. 
In contrast to this, in the mono-component 
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development method, such a developer as composed of a 
mixliu^ of carrier particles and toner particles is not 
used as in the two-component development method, but a 
toner composed of toner particles is held on a 
development sleeve by a lftr.tr in torce generated 
triboelectrically between the toner and the development 
sleeve, or by inagneLiu JTu^^y generated between a 
magnetic-material-containing toner and a magnet-built-in 
development sleeve, so that when the toner particles come 
near a latent electrostatic image, the attraction of the 
latent electrostatic image for the toner partial as 
ovftrrrimfts frhft bonding torce between the toner particles 
and the development sleeve and the toner particles are 
deposited on the latent electrostatic inwye, wliexeby the 
latent .electrostatic image is developed to a visible 
toner ^rnage- 

Therefore, it is unnecessary to control the tonpr 
concentration in the mono-component development method 
and therefore the development unit for the mono-component 
development method can be advantageously reduced in size. 

However/ in the mono component development, the 
number of toner particles in the development area is 
smaller than that in the developmsnr ar*a in the two- 

- 7 - 
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component development, a sufficient amount of toner 
cannot be supplied to a photoconductor in the mono^ 
component development method and therefore it has been 
difficult to apply the mong>-component development method 
to a high speed copying machine. 

Tn contrast to the above, there is Jcnown a 
development unit which is capable of incorporatinq the 
toner jlnlv the Lwo-component developer in accordance with 
the movement of the developer , without the necessity for 
a toner concentration detector- Thic development unit, 
however, has the shortcoming that the amount of the toner 
incorporated differs in the place where the dev^lnp^.r 
moves actively, and in the place where the developer does 
not move actively, and also in the place whexe there is a 
large amount of the developer and in the place where 
there io not much developer, making places where the 
tonBr concentration is partially non-uniform, thus, non- 
uniform image density and toner deposition on the 
background of images are apt to be caused- 

In u-tder to solve the above-mentioned problems, in 
Japanese Laid-Open Patent Application No, 63 4282, there 
is disclosed a method of disposing two toner replenishing 
members within a toner hopper so as to allow the 
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developer to pass through the routes formed by the two 
toner replenishing members , whereby non-uniform image 
density and the deposition of the toner on the background 
of images in the longitudinal direction of the 
development unit are prRVRntftd. 

The above disclosed method, however, has ihe 
shorrcominqs thai Ihe use ul the two toner replenishing 
members mak&s the development unit large and expensive. 

In Japanese Laid-Opcn Patent Application No, 9- 

197833/ there is disclosed a method of eliminating the 

problems in the above-mentioned mfifhod. However, the 

method disc Losed therein is not yet capable of completely 

solving the problem of the non-uniform imaqe density. 

Furthermore, in recent years, higher image quality 
i 

is demanded on the market, and the demand cannot be met 
by use of a conventional toner with a volume mean 
particle diameter of 10 pm to 15 pm. There is a keen 
customer demand for a toner with a smaller particle 
diameter. 

SUMMARY OF SHE INVENTION 

It is therefore a first object of the present 
invRntion to provide a toner tor developing latent 
1 - 9 - 
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electrQStatic images to visible toner images, from which 
the above-mentioned convenLiondl problems have been 
eliminated, and which is capable of providing high 
quality images - 

Th!e second object of the present invention is to 
provide a method at forming an image, using a two- 
component developer comprising the above-mentioned toner 
and a ^agnetic carrier, from whiuh the above-mentioned 
conventional problems have been eliminated, and which is 
capable of providing high quality images. 

The third object of the present invention is to 
provide an image formation apparatus, using the two- 
component developer comprising the above-mentioned toner, 
with the apparatus beinq reduced in terms of Ihe number 
of parts Uieielu-c, the size and the cost thereof, with 
the functions thereof being intensified. 

TKc fourth object of the present invention is to 
provide a container containing therein the above*.— 
mfihM nwfirt toner. 

The fifth object of the pieseiil invention is to 
provide an image formation apparatus equipped with the 
container containing therein the above-mentioned toner. 

The first object of the present invention can be 
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achieved by a toner for dyvtiluping a latent electrostatic 
inidqe f^o a toner image/ comprising (a) a binder resin, 
and (b) a magnetic material which is blackened by coating 
the surfaca of a magnetic powder with a coloring agent, 
the magnetic material baing in an amount of 10 wt«% to 40 
wt.% of the entire weight of the toner. 

It is preferable that the coloring agent for use in 
the above-mentioned toner comprise a pigment and/or a dye- 

As the pigment, carbon black can be employed. 

In the above-mentioned toner, the magnetic material 
can be blackened by carbon black which serves as the* 
coloring agant. and it is preterable that the magnetic 
material blackened by carbon black by in an amount of 10 
wL.% to 30 wt.% of the entire weight of the toner. 

When the above toner contains carbon black on the 
inside thereof, it is preferable thar the amount of the 
carbon black be in a range of 6 wt.% or Ip.ss nf the 
entire amount of the toner* 

In the above-mentioned toner, iL is preferable that 
the maqnetic material have an average particle diameter 
in a range of 0.20 ]m to 0.40 ^inw 

Furthermore, it is preferable that the above- 
mentioned toner havp. a saturation magnetization of 10 

- 1.1 - 



20(11$ 43 50 17Gfl9j} *■ KK CTC 



NO. 8423 P. 13 



emu/g to 25 emu/q. 

In the abuve-mentioned toner, it is preferable that 
the binder resin comprise a polyester rcoin, and have 
cuch a molecular weight distribution that has at least 
one peak within a range of 1,000 to 10, OIHJ m said 
molecular weight distribution and a half peak width ol 
15, 000^ or less in terms oL the zuuleuular weight thereof, 
which molecular weiqht distribution is determined by 
subjecting a THF-soluble component contained in the toner 
to gel permeation chromatography (GPC) , and that the 
toner contain therein a TKF-insoluble component in an 
amount of 2 wt-% to AO wt.ft of the toner. 

It is also preferable that the above-mentioned lonex 
have a volume mean dicuuelex uf 2.5 yj.i\ to 10 jam. 

The second object of the present invention can be 
achieved by a' method of forming an image, using a two- 
component comprising the above-mentioned toner and a 

.0 

magnetic carrier by a development unit which is capable 
of changing the scare of incorporation of the turns* by 
Lhe developer on a developer bearing member by changing 
the state of the contact of the developer and the toner 
in accordance with the changes in the concentration of 
the toner in the developer on the dev^l ope.r hearing 
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member 

THe third object of the present invention can be 
achieved by an image formation apparatus comprising a 
development unit, using a twn-r.omponent developer 
comprising the above-mentioned toner and a magnetic 

carrier/ which development uniL is capable of changing 

I 

■Che state o£ inuuiporation of the toner by the developer 
on a developer bearing member by changing the state of 
the contact of the developer and the toner in accordance 
with the changes in the concentration o£ th* r.on<?.r in the 
developer on t-he* risvft Loper bearxng member, 

T$e fourth object of the present invention can be 
achieved by a container in which the above-mentioned 
toner £s contained* 

The fifth object of the present invention can be 
achieved by an image formation apparatus equipped with 
the above-m^nti nnftd container. 

T^T^ raMfiftTPTTOM OF THE DRAWINGS 

A more complete appreciation of the invention and 
many of the attendant advantages thereof will be readily 
obtained as the same becomes better understood by 
rftfftrfiftctfi to the following detailed description when 
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considered in connection with the accompanying drawings, 
whereirj: 

FIG. 1 is a schematic cross-sectional view of an 
imags formation apparatus of the pr^s^nt" invention. 

fig. 2 xs a partial schematic cross-sectional view 
of the image formation apparatus of the present invention 
in explanation of the movements of the developer at the 
time of the formation of a toner imago* 

DEseaxPTiott Tire PttCTKwre n ^wann tmkkpts 
The toner ot the present invention comprises (a) a binder 
resin, 'and (b) a magnetic material which its blackened by 
coating the surface of a magnetic powder with a coloring 
agent, the magnetic material being in an amount of 10 
wt.% to 40 wt.% o£ the entire weight of the toner. 

Iri the above-mentioned toner of thp. present 
inventxon, by containing in the toner the magnetic 
material of which blackness is increased by Lhe surface 
of Ute'waqnutie power being coated with the coloring 
agent, the use of carbon black constitutes one of the 
causes of bringing about the fogging of the background of 
images 3 can be eliminated or reduced, nr the bias response 

of a toner with a small charge quantity due to maqneiio- 

i 
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bias effect, or due to opposite polarity charqinq can be 
reduced, so that the tulex,ance for the fogging of the 
background can be improved. 

In the above toner, whan the amount of the magnetic 
material is less than 10 wt.4, the improvement p.ffftr.t at 
the fogging ot the* background due to the magnetic bias 
effect is small/ while when the amount of the magnetic 
material is more than 40 wt.%, the magnetic bias effect 
becomes so excessive that the development performance is 
extremely reduced and a problem may occur with respect to 
image density. 

It is preferable that the coloring agemt comprise a 
pigment and/or a dye. 

In particular, when the piymenL is carbon black, a 
magnetic material with high blackness can be obtained, so 
that by a small amount of the coating on the magnetic 
powder, a magnetic material with a desired blackness can 

be advantageously obtained. 

t 

it is preferable that the amount of the magnetic 
material, which is blackened by carbon black, be in an 
amount of 10 wt.% to 30 wt>% of the entire weight of the 
toner for achieving the first object of the present 
invention. 
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when the toner contains carbon black on the inside 
thereof, it is preferable that the amount of the carbon 
black be in a rango of 6 wt.% or less of the entire 
amount of the toner. When the amount of the carbon blar.k 
contained inside the toner is more than ft wt.*, the 
fogging of the background of image may occur- The smaller 
the amount of the cdrbun ba^k, Lhe more the fogging of 
the background is improved- The best io that no carbon 
black is contained inside the toner from the viewpoint of 
the occurrence of the fogging of the background. 

Ttt 1 55 preferable that the magnetic material have an 
averag^ particle diameter in a range of 0,20 Lo 0*40 
ymi, since when the average particle diameter of the 
magnetic material is in this range, the magnetic material 
can bo appropriately dispersed in the rosin so that the 
magnetic material can be used instead of a black coloring 
agent such as carbon black, with a sufficient coloring 
degree. 

When the average particle diameter of the magnetic 
material is less than 0.20 pm, the magnetic material 
tends to aggregate within the resin, or the fogging of 
the background of image caused by the poor dispersion ot 
the magnetic material occurs, while when the average 
s - 16 - 
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pdrlicltt JidiuyL^i: ul Lhe magnetic uwlexicil is niuie Lhcm 
0.40 pin, a problem occurs with respect to the coloring 
degree. 

It is preferable that the toner have a saturation 
magnetization of 10 emu/rj to 25 emu/g, more preferably 1? 
emu/g to 22 emu/g. when the saturation magnetization is 
less than 10 emu/g, the improvement effect of the fogging 
of the s background due to the magnetic bias effect is low, 
while when the saturation magnetisation is more than 25 
emu/g, tho magnetic bias effect is so great that the 
development performance extremely drops, and a problem is 
r.ausfid ' wi th resper.t tn image demsity. 

It is preferable that the binder resin comprise as 
the main component a polyester resin, and have such d 
molecular weight distribution that has at least one peak 
within a range of 1,000 to 10,000 in the molecular weight 
distribution and a half peak width of 15,000 or less in 
terms of the molecular weight thereof, which molecular 
weighttdistribution is determined by subjecting a thf- 
soluble component contained in the toner to gel 
permeation chromatography (GPC) , and it is preferable 
that the toner contain therein a THF-insoluble component 
in an amount of 2 wt.% to 40 wt.% o£ the toner. This is 
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because when the above conditions are me I, the^e can be 

obtained a toner which is capable of performing the iow- 

i 

temperature imago fixing and is free from the problem of 
the toner deposition on the background o£ image. 

It is preferable that the toner partir. Irs of the 
toner have a volume mean diameter of 2.5 ym to 10 ym in 
order to obtain images with high quality which are 
excellent in the reproducibility o£ thin line images, 
although there is no particular limitation to the 
diameter of the toner particles* 

When the particular magnetic material as used in the 
present invention is contained in the toner, the toner 
can be easily pulverized when the toner is produced; so 
that tfie particle diameter of the tuner particles can be 
easily reduced and therefore high quality images can be 
easily obtained. 

The volume mean diameter of toner particles can bp 
measured by various methods, in the present invention, 
"Coulter counter Model TA-II" (trademark), which is 
available from Coulter Electronics Inc., is used for the 
measurement of the volume mean diameter of the toner 
particles . 

Furthermore, the present invention provides a method 
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of forminq an image, usiuq a Lwo-uouiponent comprising a 
toner and a magnetic carrier by a development unit which 
is capable of changing the state of incorporation of the 
toner by the developer on a developer bearing member by 
changing the state of the contact of the developer and 
the tortftr m accordance with the changes in the 
concentration of the toner in the developer on the 
Uevelupet bearing member/ wherein the toner comprises (a) 
a binder resin, and (b) a magnetic material which ie 
blackened by coating the surface of a magnetic powder 
with a coloring agent. 

From this method, the ahovA-msnf 1 nnad conventional 
problems have been eliminated. 

Generally, in the case where a maqneLic Loner is 
used in the two-component development, if there is used a 
magnetic toner which is highly magnetised as used in a 
conventional magnetic mono-component developer, the 
magnetic toner has a problem that the development 
performance thereof extremely drops unlike in the case ol 
the mono-component development, and a desired image 
density cannot be obtained. When the content of the 
magnetic material in the toner is decreased and the 
magnetization of the toner is reduced in order to soive 
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this problem, even if fchft tonp.r is used la the two- 
component development/ the desired image density can be 

obtained, However the deqi.ee of blackness thereof is 

1 

reduced due to the reduction in the content of the 
magnetic material* When o black pigment such as carbon 
black, which is used in the conventional two-component 
developer, is contained in order to improve the degree ot 
hi Acknftfts, the tolerance for the fogging of the 
background is lowered . 

In particular, in the imaqe formation melhud of the 
present invention which does not require means for 
detecting the concentration of the toner, higher 
improvement of the tolerance for the unevermess of imag^ 
density and the fogging of the background of image is 
required. 

It: is preferable that the coloring agent for 
blackening the magnetic powder for in the present 
invention comprise a pigment and/or a dye. In particular, 
when the coloring agent comprises carbon hl*r.k, a 
magnetic material with high degree of blackness can be 
obtained/ so that the desired blackness can be 
advanlaqeuusly obtained by a sm^ll amount of coating of 
the coloring agent on the magnetic powder, 

20 
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Fuilheimojce, the present invention provides an image 
formation apparatus comprising a development unit, using 
a two-component developer comprising a toner and a 

IT 

magnetic carrier, which development unit is capable of 
changing the state of incorporation of the toner by the 
developer on a developer bearing member by changinq the 
state of the contact of the developer and the toner in 
accordance with the changes in the concentration of the 
toner kn the developer on the developer bearing member, 
wherein the above-mentioned toner comprises (a) a binder 
resin, *nd (h) a magnetic material which is blackened by 
coating the surface of a magnetic powder with a coloring 
agent. 

From this image formation apparatus, the above- 
mentioned conventional problems have been eliminated. 

A 'specific example of the image formation apparatus 
of the present inv^nt-ion r.ompri fifis a development unit 
which is provided with (a) a developer bearinq member 
includijiq iuue-t magnetic field generation means , which 
developer bearing member carries thereon a two-component 
developer comprising a toner and a carrier, (b) a first 
regulating member for regulating the amount of fh* 
developer carried by the developer bearing member by 
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scraping the developer therefrom, (c) a developer holding 
portion for holding therein the developer scraped i>y Lha 

IxjLSt jjequlatinq member/ and (d) a toner holding portion 
which is situated adjacent to the above-mentioned 
developer holding portion, and from which the toner is 
supplied to the above-mentioned developer bearing member, 
whereby the development unit is capable of changing the 
incorporation state of the toner into the developer on 
the above-iueuLioued developer bearing member/ with the 
state of the contact of the developer and the toner being 
changed, in accordance with the changes in the 
concentration of the toner in the developer on the 
developer hearing member, with the developer holding 
porticA having a second regulating member which is 
disposed upstream from Lhe lirsL requldliuy member in the 
direction of the transportation of the developer on the 
developer bearing member, the second regulating member 
having' a gap from the developer bearing member so as to 
regulatre the passagp. of an Increased portion of the 
developer when the concentration o£ Lhe Luaer in the 
developer on the developer bearing member is increased 
and the thickness of a layer of the developer is 
increased, in which development unit, when the developer 
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is moved within the developer holding portion regardless 
of the changes in the concentration o£ the toner in the 
developer on the developer bearing member, arid the 
concentration of the toner in the developer on the 
developer hearing member reaches a predetermined toner 
concentration, the developer for which passage is 
regulated by the second regulating member is held in a 
contacting portion o£ the developer on the above- 
mentioned developer bearing member and the above- 
mentioned toner, so that the contacting portion is 
bl orrkftd with the developer, whereby the incorporation of 
the toner by the developer on the developer bearing 
member is stopped/ wherein the toner used in this image 
formation apparatus comprises a binder resin, a magnetic 
powder,, and a coloring agent, wherein the surface of the 
magnetic powder is coated with the coloring agent and 
hi ackened thereby, constituting a magnetic material. 

In the above image formation apparatus, ihe 
uniformity of the image density is improved by 
facilitating the movement of the toner in the traverse 
direction. The greater the binding force applied to the 
toner which is held to a HrvrI optnp.nt sleeve by magnetic 
force, *the more difficult for the toner to move, and the 
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mum conspicuously the non-uniformity of the image 
density appears. Therefore, the le33 the binding force to 
the toner, the better. In order to reduce the fogging of 
the background of image due to the magnetic bias and the 
non-uniformity nf the density at the same time, it is 
necesS ary to control the magnetic force of the toner 
itself within c* specific -canys- The magnetic force of the 
toner can be controlled by controlling the amount of a 
magnetic material to be contained in the toner- However, 
when the amount of the magnetic material is reduced below 
a level corresponding to the Level at the conventional 
magnetic toner in general use, there arises a problem 
that tile coloring force is reduced. When the coloring 
force is improved by containing carbon black in the toner, 
the tolerance for the fogging of the background of image 
is lowered. In the present invention, it has been 
discovered that, the desired coloring degree is obtained 
and the non-uniformity of image density and the foqqinq 
ul Lite bduK^LUuad oC image uau by wuatrolled 
appropriately at the same time by containing in the toner 
the magnetic material whose surface is coated with a 
coloring agent and blackened with the coloring agent, 
even if the amount ot the blackened magnetic material is 
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j 

small . 

In the image formation apparatus of the present 
invention r it is prefer dblts that the magnetic material be 
ia dii amount of 10 wt.* to 40 wt.% of the entire weight 
of the itoner in order to eliminate the above-mentioned 

i 
I 

conventional problems. 

When the amount of the ma gnat: in material is less 

4 

than 10 wr._%, r.he improvement effect of the fogging of 
the background clue to the maqnetic bids effect is small, 
while when the amount of the magnetic material is more 
than 40 wt.%, the magnetic bias effect becomes so 
eKccccivc that tho development performance is extremely 
reduced and a problem was found in harms of the image 
density. 

in rhe above image formation apparatus, it is 
preferable that the coloring agent used for blackening 
the magnetic powder to prepare the magnetic material 
comprise a pigment and/or a dye. 

In particular,, wh«n th* pigment is carbon black, a 
magnetic material with high blackness can be obtained, 
that by a small amount o£ the coaLinq un the magnetic 
puwUeje, d magnetic material with a desired blackness can 
be advantagcoucly obtained* 
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1 

Furthermore, in the above-mentioned image formation 

j 

apparatus of the present invention, it is preferable that 
i 

the amount of th« magnetic material., which is blackened 
by carbon black, be in an amount of 10 wt.% to 30 wt.% of 
the entire weight of the toner for eliminating the above- 
mentioned conventional problems- 

Furthermore, in the above -mentioned image formation 
apparatus of the present invention, when the toner 
contains carbon black on the inside thereof, it is 
preferable that the amount ot the carbon black in a 
range of 6 wt.% or less of the entire amount of the toner. 
When the amount of the carbon black contained inside Lhe 
toner ks more than G wt.%, the fogging of the background 
of image may occur due to the carbon black contained. The 
smaller the amount of the carbon back, the more the 
fogging of the background is improved* The best is that 
no carbon black is contained inside the toner from the 
viewpoint of the occurrence of the fogging of the 
background. 

Furthermore, in the above-mentioned image formation 
apparatus of the present invention, it is prefershl* that 
rhp magna tin material have an average particle diameter 
in a range of 0,20 urn to 0-40 pm, since when Lhe ave^ye 
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particle diameter of the magnetic material is in this 
range, the -magnetic material can be appropriately 
dispersed in the resin so that the magma Lie material can 
be used instead of a black coloring agent such as carbon 

black, with a sufficient coloring degree 

i 

When the average particle diameter of the magnetic 
material is less than 0.20 pm, the magnetic material 
tends to aggregate wirhin the resin, or the fogging of 
the background of image caused by the poor dispersion of 
the magnetic material occurs, while when the average 
particle diameter of the magnetic material is more than 
0,40 pm, a problem occurs with respect to the coloring 
degree . 

Furthermore, in the above-menti cwed image tormation 
apparatus of the present invention, it is preferable that 
the toner have a saturation ntaqneLizdLiun of 10 emu/g to 
25 emu/'g, more preferably 12 emu/g to 22 emu/g- When the 

saturation magnetisation io Icog than 10 cmu/g , the 

i 

improvement effect of the fogging of the background due 
to the magnetic bias effect is tnw, while when the 
saturation magnetization is more than 25 emu/q, the 
maqnetic bias effect is so great that the development 
performance extremely drops, and a problem is caused with 
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respect to Image density. 

'<# 

Furthermore, in the above-mentioned image formation 
apparatus of the present invention, it is preferable that 
the binder resin comprise as the main component a 
polyester resin, and have such a molecular weighf 
distribution that has at least one peak within a range of 
1,UUU to 10,000 in the molecular weiqht distribution and 
a half peak width of 15,000 or less in terms of the 
molecular weight thereof, which molecular weight 
distribution i3 determined by subjecting a THP-soluble 
component contained in the toner to gel permRati on 
chromatography {GPC.) , and it is preferable that the toner 
contain therein a THF-insoluble component in an amount of 
2 wt.% to 40 wl«% of the toner. This is because when the 
dbuvti-uientioned conditions are met, there can be obtained 
a toner which is capable of performing the low- 
temperaturs image fixing and is free from the problem nf 
thft toner deposition on the background of image. 

Furthermore r in the above-mentioned image formation 
apparatus, it is preferable that the toner particles of 
the toner have a volume mean diameter of 2*5 pm to 10 
in order to obtain images with high quality which are 
excellent in the reproducibility of thin line images, 
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although there is no particular limitation lo Lhe 
diameter of the toner parLicles- 

When the particular magnetic material as used in the 
present; invention is contained in the toner, th© toner 
can be .easily pulverized when the toner is produced, so 
that the particle diamftfar of the toner particles can be 
easily, rednrsri and therefore high quality images can be 
easily obrainftd. 

In the present invention, Lhe meeisu Lament by gel 
permeation chromatography (GPC) is carried out in the 
following manner? 

A column is stabilized in a heated ohamh^.r of 40 °C, 
and tetrahydrofuran aw) serving as a solvent is caused 
to pass through the column at a flow rate of l ml per 

niinuLti ; ciL 40°C. 50 \il to 200 \xl of a TKF solution 
containing 0.05 wt . % to 0,6 wt-% of a sample resin ic 
injected into the column. The molecular weight 
distribution of the sample resin is determined by thft 
calculation based on the relationship between a 
logarithmic value and a count number read Iruiu a 
calibration curve. The calibration curve is obtained by 
plotting the logarithmic values and the count numbers of 
several kinds of monodisperse polystyrene standard 

- 29 - 



2001$ 4fl 5D KK CTC 



MO. 0423 P. 31 



sample? . For calibration, the following polystyrene 
standard samples with molecular weights of 6 at 10 Z , 2.1 x 
10°, 4 x 10 3 , 1. 75 x 10 4 , 5.1 x 10 4 , 1, 1 x 10 6 , 3.9 x 10 s , 
8-6 x 10% 2 X 10*, and 4*43 x 1Q 6 , which are available 
from, for example. Pressure Chemical Co., or Tusoh 
Corporation, can be used. II is proper to use at least 
about ten standard polystyrene samples for preparing the 
calibration curve- A refractive index detector is used 
for the measurement . 

The* amount, of the THF-insoluble component can be 
measured as follows: 

About 1,0 q of a binder resin a ample its weighed, and 
about SO g of TILP is added thereto. The mixture io 
allowed to stand at 20°C for 2 4 hours. The mixture is 
centrifuged and filtered, using a filter paper for 
chemical ana Lysis (made according to the Japanese 
Industrial Standards P3601. Class 5 C) < at room 
temperature* The residue which remains on the filter 
paper is the THF-inooluble component. The weight ratio of 
the residue to the toner employed is calculated in tsrms 
of wt-i- 

The amount of the Thh -insoluble component in the 
binder^ resin contained in the Loner can be measured, 
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uaing about 1 g of the toner, in the same manner as 
mentioned above. In thia case, however, cincc in the 
residue, solid materials such as a pigment are contained, 
the amount of the THF-insolutale component is separately 
measured by a thermal analysis. 

The glass transition puinl (Tq) of the binder resin 
can be measured by a commercially available tester 
(Trademark "nigaku Thermoflex TC8110" made by Rigaku 
Dcnki Company, Ltd.) with a temperature elevation rate of 
10 w C/mxn. 

The meLtmg point of the binder resin for use in the 
presen ^ invention is determined/ using a commercially 
available flow testing instrument (Trademark ^Capillary 
Rheomet:er Shimadzu Flowmeter CFT -500D" made by Shimadsu 
Corporation), under the conditions that the dies diameter 
is 1 mm, thfi applied pressure is y\) kg/r.m 2 , and the 
temperature elevation rate is 6*C/min. The melting point 
measured corresponds to a 1/2 point in the temperature 
ranqe from the How-initialing tsmpejcdLure to the flow- 
terminating point of a sample (1 cm 3 ) which i© fused and 
caused 'to flow. 

Specific examples of the binder resins for use in 
the toiler include homopoiymers of styrene and substituted 

- 31 - 



2 0 0 1^ 4fl 5D \WVj) i KK CTC 



NO. 0423 P. 33 



•9 

5tyi~ene5 such as polystyrene, poly-p-chlorostyrene, and 
polyvinyltoluene; styrene-based copolymers such as 
styrene - p-chlorostyrene copolymer, styrene - propylene 
copolymer styrene - vinyltoluene copolymer, styrene - 
vinyl naphtha lane* ropolymftr, styrftna - methyl ar.rylata 
copolymer, styrene - ethyl acrylate copolymer, styrene - 
buLyl acrylate copolymer, styrene - octyl acryldle 
copolymer, 3tyrene methyl methacrylate copolymer, 
styrene - ethyl methacrylate copolymer , styrene - butyl 
methacrylate copolymer, styrene - methyl a - 
chloroiuethacrylate copolymer, styrene - acrylonitrile 
copolymer, styrene - vinylmethyl ether copolymer, styrene 
- vinylethyl ether copolymer, styrene - vinylmethyl 
ketone copolymer,, styrene- butadiene copolymer, styrene - 
isoprene copolymer styrene - acrylonitrile - indene 
copolymer, slyrene - zualeiu acid copolymer, and slyreue - 
m&leic acid ester copolymer . 

Further, the following re3ins may be used in 
combination: poly (methyl methacrylate)/ poly (butyl 
methacrylate), poly (vinyl chloride), poly (vinyl ar.ftt.ar.ft) , 
polyethylene, polypropylene, polyester/ polyurethane, 
polyamide, epoxy resin, poly (vinyl butyral), polyacrylic 
acid resin, rosin, modified rosin, terpene resin, 
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phenolic resin, aliphatic or alicyclic hydrocarbon resin, 

drouidtic; pel* oleum resin, chlorinated paraffin, and 

i 

paraffin wax. 

In particular, the following binder resins are 
suitable for the image fixing by the application of 
pressure: pnlyolftfins sur:h as I ow-mo i fir-w Lar-weight 
polyethylene, low-molecular-weight polypropylene, and 
poly ethylene oxide polyethylene tetraf luoride; epoxy 
resin; polyester resin; styrene butadiene copolymer 
(with a monomer ratio of 5:95 to 30:70); olefin 
copolymers such as ethylene - acrylic acid copolymer, 
ethylene - acrylic acid ester copolymer, ethylene - 
methacrylic acid copolymer, ethylene - methacrylic acid 
esler copolymer, ethylene ~ vinyl chlu-tide copolymer, 
ethylene - vinyl acetate copolymer, and ionomer resin) ; 
polyvinyl pyrrolidone; methyl vinyl ethor - maleic 
anhydride copolymer; maleic-acid-modif ied phenolic resin; 
and phenol-modified terpens resin. There resins may be 
used alone or in combination. 

The method for preparing the above-mentioned resins 
is not particularly limited, but may also include bulk 
polymerization, solution polymerisation, emulsion 
pol ymfiri xar.i on, and suspension polymerization. 
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m view of the heat-resistant shelf stability of the 
obtained toner, it is preferable that the above-mentioned 
lesins Tor use in the present invention have a glass 
transition temperature (Tg) of 55°C or more, and more 
preferably 60°C or more. 

Examples of the magnetic material for «s« in the 
magnetic toner of the present invention Inc Lucie iron 
oxides such as magnetite, hematite and ferrite; metals 

such as iron, cobalt/ and nickel; alloys of Lh« above- 

i 

mentioned metals with aluminum/ cobalt/ copper, lead, 
magnesium, tin, sine, antimony, beryllium, bismuth, 
cadmium, calcium, manganese, selenium, titanium, tungsten 
and vanadium; and mixtures ot the above-mentioned metaLs 
and alloys. 

Of the above-mentioned magnetic materials, ntaqnelile 
is most preferable in view of the magnetic 
characteristics thereof . 

In the present invention, as mentioned above, the 
magnet i r: material is subjected to snrfarre coating 
treatment, with a coloring agent being coated on the 
surface of Lhe mayneUc material before the magnetic 
material is used in the toner. 

For the above-mentioned surface coating treatment, 
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using the coloring material/ there can be employed, for 

example, a method of fixing the coloring agent to the 

surface of the magnetic material by treating the magnetic 

material in a mixer, applying an impact on the surface of 
i 

thft magnetic, material In a high spftfiri wSfcream ot gas, or 
by a dry type mechano-chemical method, or by a method of 
using a polysiloxane or the like as a glue. The surface 
coating treatment ia not limited to these methods. 

It is preferable that the amount of the coloring 
agent used in the surface coating treatment be b to 2D 
wt.*, more preterabiy 8 to lb wt>*» 

Furthermore/ it is preferable that the shape of the 

magnetic material be spherical - 

The average particle diameter of the magnetic 
material can be determined by measuring the actual 
particle diameters of 50 samples of the particles of the 
magnetic mat&ri a 1 , whir.h ars t*k^n at- random, by use of a 
scanning electron microscope. 

Specific examples of the coloring agent for coating 
the surface of the magnetic material for use in the 
present invention are black dyes and pigments, such as 
carbon black, lamp black, black iron oxid*, Aniline Black, 
graphite, and fullerene, dyes and pigments /chemical 
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compounds, which assume a black color when used in 
combination, and other conventional black dyes and 
pigments which can be used alone or in combination. Of 
these dyes and pigments, carbon black is roost 
advantageous for use in the present invention in terms of 
the degree of blackness. 

With the color o± the magnetic material itself taken 
into consideration, coloring agents such as blue dyes and 
pigments such as Aniline Blue and Phlhalocyaniue Slue, 
which are capable of blackening the magnetic material 
using their reddish color as complimentary color can also 
be employed. 

The blackness of the toner of the present invention 
in which the blackened magnetic material is used can be 
irepreaeiiled by d parlicular CIE L*ab color space, in 
which it is preferable that the upper limit value of L* 
be 24.0, more preferably 23.0 or less, furthcrmora 
preferably 21.0 or less, and that the values of a and b 
hp or less, more preferably +1.U or less. When the 

value <5f L* exceeds 24.0, the lightness is increased, so 
that the degree of blackness of the toner is lowered. 
When the values of a and b exceed ±1.5/ the color 
withdraws from the black color in the color space, so 
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that the degree ol blackness is loweied. The value of the 
L*ab of the toner can be measured by measuring a solid 
image formed from the toner on a sheet of paper, using a 

i 

measuring instrument w X-Rite 938" (trademark), made by X- 
Ri ftp., Incorporated , 

Examples of the coloring agent for use in the loner 
of the present invention are conventional dyes and 
pigments, which can be used alone or in combination, such 
as carbon black, lamp black, black iron oxide, Aniline 
Blue, Phthalocyanine Blue, Phthalocyanine Graan, Hansa 
Yellow G, Rhodaxnine 6C Lake, Olcnnyl RHia, Chroma Yellow, 
quinacridone, Benzidine Yellow, Rose bengale, and 
IriallyltueUiaue dye* The Luuei. ul the yittaent invention 
can be used either as a monochrome black toner or as a 
black £oner for full-color toners. It io preferable that 
the amount of such a coloring agent be 1 wt.% to 30 wt-%, 
more preferably 3 to 20 wt.l of the entire resin 
component: of the toner* 

Any convenLiunal release aqenLs can be used for the 
toner af the present invention. In particular, a carnauba 
wax free of free aliphatic acids, montan wax, and 
oxidized rice bran wa* can be used alone or in 
combination as the release agent. 
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As the earnauba wax, carnauba wax in a 
microcrystallinc state is preferable for use in the 
present invention. A more preferable* carnauba wax is one 
with an acid value ot S or less and a particle diameter 
ot 1 urn or less when dispersed in the binder j: ess in for 
the lonei - 

The term * montan wax" generally refers to a montan 
based wax which is purified from a mineral. It is 
preferable that the montan wax for use in the present 
invention be in a microcrystalline form in the same 
manner as in the carnauba wax, and have an acid value of 
5 to 14. As the release agent for use in the locie-t u£ the 
present invention,, other conventional release agents such 
as solid silicone varnish, higher fatty acid, higher 
alcohol, montan based ester wax, and low-molecular-weight 
propylene wax can be used in the form of a mixture. 

it is preferable that the amount of the release 
aqent be in the rdiiqe of 1 tu 20 pculs by weight, more 

preferably in the range of 3 to 10 parts by weight, with 

J. 

respect to 100 parts by weight of the binder rosin for 
use in' the toner - 

When necessary,, a charg* control agsnt and a 
fluidity improving agent can be added to the toner of the 
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present invention. 

As the charge control agent, any conventionally 
known charge control agents can be employed in the toner 
of the present invention. Specific examples of positive 
charge control agents are nigrosine, basic dye, lake 
pigment of basic dye, and quaternary ammonium chloride 
compound, specific examples of negative charge control 
agents are metal salt of monoazo dye, and metal complexes 
of salicylic acid, naphthoic acid, and dicarboxylic acid. 

A hydrophobic inorganic powder can also be used in 
the toner of the present invention . As the hydrophobic 
inorganic powder, all of the conventionally known 

hydrophobic inorganic powders can be employed- Ot such 

z 

hydrophobic inorganic powders, for example, hydrophobic 
silica powder and hydrophobic titanium powder are 
preferable for use in the present invention* ho the 
hydrophobic silica powder for use in the present 
invention, all of the conventionally known hydrophobic 
silica powders can be employed. 

Examples of agents for making the above materials 
hydrophobic are silane coupling agent, silicone varnish/ 
3ilicorie oil/ organic silicone compound/ and materials 
having functional groups. Specific examples thereof are 
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hexamethyl disilazane, hexamethylene disilazane, 
trimethylsilane, trimethylchlorosilane, trimethyl- 
ethoxysilanc, dimethyl dichlorosilanc, methyl trichloro- 
silaner benzyl dimethyl chlorosilane, chloromethyl 
dimethyl chlorosilane, dichlorodimethylsilane, 

triorganosilylmercaptan, trimethylsilylmercaptan, 
vinyldimethyiacetoxysilane, dimethyl ethoxysilane, 
dimethyl dimethoxysilane, diphenyl diethoxysilane, 
aminopropyltrimcthoxysilanc, dipropylaminopropyl- 
trimothoxysilane, dibutylaminopropyltrimethoxysilane, 
dibutylaminopropylmethyldimethoxysilane, and 
trimethbxysilyl- y -propylphenylamine. 

Specific examples of silicone oil are methyl 
silicone oil, dimethyl silicone oil, phenylmethyl 
silicone oil, r.hl nmphenyl methyl sHlron* nil, a I Kyi - 
modified silicone oil, aliphatic acid-modified silicone 
oil, amino-modified silicone oil, and polyoxyalkyl- 
modifiejd silicone oil. 

The above materials can be used alone or in 
combination, 

Tn the hydrophobic treatment, either a single 
treatment or a composite treatment can be employed. 

As the hydrophobic titanium powder, all of the 
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conventionally known titanium powders can be employed in 

the present invention. 

4, 

As the surface treatment agent for use in the 
present invention, there can be employed various 
silicone oils such as methyl hydrogen polysiloxane, 
dimethyl polysiloxane, and methylphenyl polysiloxane; 
various allcylsilane trif luoromethylethyl trimethoxy- 
silanes such as methyl trimethoxysilane, ethyl 
trimethoxysilane, hexyl trimethoxysilane, octyl 
trimethoxysilane, dccyl trimcthoKyoilane, octadacyl 
trimethoxysilane, dimethyl dimethoxysilane , octyl 
tri ethoxysi lane, And n-octarier.yl dimethyl (M - 
(trime^hoxysilyl) propyl) ammonium chloride; and various 
f luoroalkylsilanes such as heptadecaf luorodecyl 
trimethoxysilane. In particular, various metal coupling 
agents such as silanc-, titanium-, and alumina-sirconia- 
based coupling agents, represented by silane coupling 
agents such as vinyl trimethoxysilane, and y -aminopropyl 
trimethoxysilane can be uocd in combination. 

The toner of the present invention may further 
comprise other additives when necessary. Examples of the 
additives include lubricants such as Teflon and zinc 
steardte; dbrdsives audi dt? cerium oxide and silicon 

M 
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carbide; fluidity-imparting agents or caking inhibitors 
such as colloidal silicd dnd aluminum oxide; eltscLiO- 
conduct'ivity imparting agent3 such as carbon black and 
tin oxide; and a f ixing-promoting agent such as a low- 
molecular weight polyolefin. 

Th« toner of the present invention can be used 
either ^as a mono-component toner or a toner for the two- 
component developer , and also either as a monochrome 
black toner or as a black toner for full color toners* 

In the case where the toner of the present invention 
is used as a toner for a two-component developer, the 
carrier core particles for the carrier can be r.1 assi f i ed 

into (1) magnetic core particles, each of which magnetic 

j 

core particles is substantially composed of only a 
msiyaeLic itiaiejcidl such as uidynelic; -Cyr-ciLy, and (2) 
magnet£c-material-dispcr3cd reain core particles in which 
a number of finely-divided magnetic particles are 
dispersed m a resin. 

In the case of the magnetic core particles/ as the 
magnetic material which forms the core particles, there 

can be "employed magnetic metals such a3 iron, nickel and 

i 

cobalt/ alloys thereof, and alloys containing rare earth 
elements; soft ferrites such as hematite, magnetite, 

- 42 - 



2im 43 5D W25J) 



CTC 



NO. 8423 P. 44 



manganese - zinc based ferrites, nickel - zinc based 
ferriti, manganeae - magnesium based ferritc, and lithium 
based ferrite; iron based oxides such as copper - zinc 
ferrite, and mixtures thereof. 

Furthermore, there can be employed other iron based 
alloys 'such as iron - silicon based dlloy r iron - 
aluminum based alloy, iron - silicon aluminum based alloy, 
and permalloy. 

In the present invention, it is preferable to employ 
magnetic fsrrite core particles containing at least one 
element selected trom the group of the elements of 
IA, IIA, IIIA, 1VA, VA, VIA, IB, IIB, IIIB, IVB, VB f VIB, 
VIIB arid VIII, with the content of other elements being 
less than 1 wt.%. 

The magnetic core particles for use in the present 
invention can be produced by a sintering method or an 
atomizing method, when necessary, with the particle 
diameter distribution of the maqnetic particles beiny 
made sharp, or with predetermined magnetic 
characteristics boing imparted thereto by controlling, 
for instance, sintering temperature,, temperature 
fllfivAMnn rate, and heat application time. 

There is no particular limitation to the specific 
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resistance of the magnetic core particles for use in the 
present invention as long as the magnetic core particles 
satisfy the desired magnetic characteristics. However, it 
is pre^erahl* f.n us* fftrritft parti r.lfts or magnetite, 
particles with a specific resistance in the range of 10 s 
Q-crn to 10 10 Q-cm. 

Iii the case of the magnetic-material-dispersed resin 
core particles, the magnetic material therefor/ there can 
bo employed/ for example/ alloys and compounds of 
ferromagnetic metals such as iron, cobalt, and nickel. 

As the resin to be coated in the torm ot powder on 
the surface of the carrier particles, there can be 
employed, for example, styrene - acrylic copolymer resin, 
silicone resin, malcic resin, fluorine-containing resin, 
polyester resin, and epoxy resin. When the above- 
mentioned styren* - acrylic copolymer resin is used for 
coating the carrier particles, it is preferable to use 
the copolymer containing a styrene component in a ranqe 
of 30 wt.% to 90 wt.%. This is because when the content 
of the styrene component is less than 30 wt.%, the 
development performance tends to be lowered, whil* when 
the content of the styrene component is mora than 9U wt.%, 
the coated layer tends to become hard and apt to be 
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peeled : 0 ff , so that the lilt? oil the cd^iar tends to be 
shor tened. 

The re3in film coated on the carrier particles may 
comprise an adhesion promoting agant, a curing agent, a 
lubricant, an electroconductiva material, and a charge 

control agent. 

When the toner o£ the present invention is used 
either as a toner for a mono-component developer, or as a 
toner for a two component developer, the toner is 
generally placed in a container, and put on the market 
separately from an image formation apparatus- The image 
formation apparatus is ftqnippftri with t.hft container tilled 
with the toner by the user for image formation. 

The present invention provides a container holding 
therein the toner, which is not limited to a particular 
shape. For instance, the conventionally used bottle- 
shaped container and cartridge type container can bp. usftri 
for the toner of the present invention. 

The present invention also provides an inwye 
formation apparatus using the toner of the present 
invention. In this ca3e, the image formation apparatus qJ 
the present invention may be designed to produce images 
by electrophotography, and, for example r copying machines 

- 45 - 



20 0 1$ 4fi 50 17<J2 6 j) KK CTC 



NO. 8423 P. 47 



and printers die included in the image formation 

With reference to FIG, 1, an image formation 
apparatus of the present invention, in which a 
development unit of the present invention is i nr.nrporate.ri, 
will now be explained. This image formation apparatus is 
the one made by modifying a commercially available 
copying machine (Trademark "MF-200" made by Ricoh Company, 
Ltd,) so as to incorporate the development unit of the 
prcccnt invention . 

A development unit 13, which is disposed besidft * 
photor.onductor drum 1 which serves as a latent 
electrostatic image bearing member, is mainly composed of 
a support case 14, a development sleeve 15 which serves 
as a developer bearing member, a developer holding member 
IS, an4 a first doctor blade 17 which serves as a 
developer regulating member. 

The support case 14 has a toner supplying opening 20 
directed to the photoconductor drum 1 and constitutes a 
toner hopper 19 which serves as a toner holding portion 
for holding toner 18 therein- In the toner hoppor 19, on 
the side of the photoconductor drum 1, a developer 
holding member IS is disposed, which forms * rieve.l riper 
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holding portion 16a for holding therein a developer 22 
which is composed of Lhe Loner 18 and ct cdiiiex* uwUe of 
magnetic particles , The developer holding member IS and 
the support cacc 14 are integrally disposed. 

In the support case 14, which is situated below the 
developer holding member 16, therp is fnrmp.d a projected 
portion 14a having a facing surface 14b. The space formed 
between the lower portion ol Lite developer holdinq member 
16 and the facing surface 14b constitutes the toner 
supplying opening 20 for supplying the toner 18 
therethrough • 

Jnside fhfi fnnar hnppftr 19, thara is disposed a 
toner agitator 21 which is driven in rotation by drivinq 
uiecuis (not shown) and serves as toner supplying means. 
The toner agitator 21 transports the toner 19 within the 
toner hopper 19 toward the toner supplying opening 20, 
while agitating the toner 18. 

Th f.hft toner hopper 19, on the side opposite to the 

photocdnductor drum l, there is disposed toner end 

detecting means 14c which is capable of detecting when 

the amount of the toner 18 in the toner hopper 19 is 
f 

dccrcaocd to a predetermined level* 

In the space between the photocondnctor drum 1 and 
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the toner hopper 19, there is disposed the development 
sleeve '15, The development sleeve 15 is driven in 
rotatidn in the direction of the arrow by driving means 
(not shown) and includes an inner magnet (not shown) 
serving as magnetic field aemftration means , which inner 
magnet is disposed in such a manner that the xelative 
position thereof to that oL Lhe development unit 13 is 
no I changed. 

The first doctor blade 17 io integrally attached to 
the developer holding member 16 on the side opposite to 
the side to which the support cass 14 is attached. The 
first doctor blade 17 is disposed so as to maintain a 
predetermined gap between Lhe Lop edye of the first 
doc;loi 'blade 17 and the outer peripheral surface of the 
development sleeve 15. 

A ' second doctor blade 23 serving as a developer 
regulating member is disposed at a portion of the 
developer holding member 16 near the toner supplying 
opening 20, The second docloi blade 23 is disposed in 
such a 1 posture so as to maintain a predetermined gap 
between the free end o£ the second doctor blade 23 and 
the outer peripheral surface of the development slftWft lh, 
directed in snr.h a direction that the flow of a layer of 
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the developer 22 formed on the surface of the development 
sleeve -15 is hindered, with the free end of the second 
doctor .blade 23 being directed to the center of the 
development sleeve IS and with a base portion of the 
second idoctor blade 23 being integrally fixed to the 
rie.vel.oper holding member 16. 

The developer holding portion 16 is constructed so 
as to include a sufficient space for having the developer 

22 circulated therein within a range in which tho 
magnetic force of the development sleeve IS reaches. 

The facing surface 14b is formed so as to have a 

predetermined length i 9 inclined downward in the 
direction from the side of the toner hopper 19 toward the 
development sleeve 15, whereby when there occur 
vibrations, an unevenness in the distribution of the 
magnetic force of the magnet (not shown) which is 
disposed inside the development sleeve 15, and a partial 
increase in the toner concentration in the developer 22, 
and the carrier within the developer holding portion ISa 
is dropped from the gap between the second doctor blade 

23 anrUthft peripheral surface ot the development sleeve 

15 r the dropped carrier is received by the facing surface 

14b, then moved toward the development sleeve 15, 
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magnetically attracted to the development sleeve 15/ 

attached thereto, and then supplied into the developer 

i 

holding portion 16a. Thus, the decreasing of the amount 

i 

of the;carriftr within the developer Holding portion 16a 
can be ^prevented, and the occurrence of the unevenness in 
the imaqe density in Ihe dxidl direction of the 
development sleeve 15 can also be prevented. It is 
preleictble that the inclination anqle a of the facing 
surface 14b be about 5°, and the length of the facing 
surface 14b be 2 mm to 20 mm, more preferably «*buui 3 mm 
to about 10 ram. 

The toner 18 carried by the toner agitator 21 within 
the tnner hopper 7 9 is rransftri tn pass through the toner 
supplying opening 20, supplied to the developer 22 which 
is borne by the development sleeve 15, and carried into 
the developer holding portion 16a. The developer 22 
within the developer holding portion IGa is carried by 
the development sleeve IS and transported to a position 
where the developer 22 faces the outer peripheral surface 
of t.hA ! phor.or.ondiir:fnr drum I, and nnly the. r.nner is 
electrostatically attracted to a latent electrostatic 

image formed on the phgtoconductor drum 1 and bonded 
thereto, whereby a toner image is formed on the 
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photoconductor drum 1* 

The movements of the developer 22 dt the Lime u£ Lhe 
formation of the toner image will now be explained. As 
shown in FIG. 2, when a start agent composed of only a 
magnetic carrier 22a is placed in the development unit 13, 
the magnetic, carrier 22a is separated into a magnetic 
carrier which is magnetically attached to the surface of 
the development sleeve 15, and a magnetic earlier which 
is held in the developer holding portion 16a- The 
magnetic carrier 22a held in the developer holding 
portion l€a is circulated therein in the direction of the 
arrows fo by the magnetic force from within t-ha 
development sleeve 15 in accordance with the rotation of 
the development sleeve 15 in Lhe direction of the diiuw a. 
As a result, there is formed an interface X between the 
surface of the magnetic carrier 22a which is magnetically 
attached to the surface of the development sleeve 15 and 
the surface of the magnetic carrier 22a which is 
circulated within the developer holding portion 16a, 

When the Loner 13 is placed in the Lunei hopper 19, 
the toner 10 is supplied from the toner supplying opening 
20 to the magnetic carrier 22a which is held on the 
development sleeve 15. As a result, the development 
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sleeve 15 uatiies Lhei'euu Lhe developed 22 which is a 

i 

i 

mixture of the toner 10 and the magnetic carrier 22a. The 
developer 22 held within the developer holding portion 
16a wo^ks so as to hinder the transportation of the 
developer 22 transported by the development sleeve 15. 
when the toner 18 which is present on the surface of the 
developer 22 held by the development sleeve 15 is 
transported and reaches the interface X, the friction 
between the developers 22 near the interface X is reduced 
and the transportation force of the developer 22 near the 
interface X is also reduced, so that the amount of the 
developer 22 transported near the interface X is 
decreased. 

On the other hand, the devwluye* 22 whicjh exists 
upstream of the meeting point Y of the two developers 22 
in terms of the rotating direction of the development 
sleeve '15 does not receive such force as to hinder the 
transportation of the developer 22 which is transported 
by the development sleeve 15 as in the above-mentioned 
developer holding portion 16a, so that there is lost the 
balance between the amount of the developer 22 
transported up to the meeting point Y and the amount of 
thfi rifivfllnpRr 77 whir.h is hping transported along the 
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interface X, and the particles of the developer 22 come 
to hit each other successively like billiard balls r so 
that the position of the meeting point Y is movp.ri upward, 
and th* thirkness ot the layer ot the developer 22 near 
there is increased. 

Furlhermoxe, the thickness of the layer of the 
developer 22 which has passed over the first doctor blade 
17 ia gradually increased, and the increased developer 22 
is scraped off by the second doctor blade 23, 

When the developer 22 which has passed over the 
first doctor blade 17 reaches a predetermined toner 
concentration, the increased portion of Lhe developer 22 
in the form of a layer, scraped by the second doctor 
blade 23, stops up the toner supplying opening 20. In 
this state, the incorporation of the toner 18 is 
ffirminatP.ri- At this moment, the toner concentration in 
the developer holding portion 16 is increased, whereby 
the volume of the developer 22 is increased- As a result, 
the space within the developer holding portion 16a is 
made small , and the circulation speed of the developer 22 
in the direction of the arrow b is decreased. 

jji the laysr nf fchft developer 22 tormed so as to 
stop up the toner supplying opening 20, the developer 22 
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scraped, off by the second doctor blade 23 moves and is 

i 

received by the facing surface 14b, Since the facing 
surface 14b is inclined downward at an angle a toward the 
development sleeve 15 and has a predetermined length, 
there can be prevented the dropping of the developer 22 
into the toner hopper 19 due to the movement of the 
developer 22, so that the amount of the developer 22 can 
foe always kept constant and thftrftfor* rhp. .supplying of 
the toner can be self-controlled so as to be always 
constant. 

Other features of this invention will become 
apparent in the course of the following description of 
exemplary embodiments, which are given for illustration 
of fchft invention and are not intended to be limiting 
thereof. 

[Preparation of Blackened Magnetic Material No, 1] 

To magnetite particles *MTS-3G5" (trademark) , made 
by Toda Kogyo Corporation, carbon black was added in an 
amount 'ratio by weight of 8 wt.%. Using a commercially 
available mill w M£CHANOMiLL" {trademark) , made by Okddd 
Seiko do./ LLd, , or "Mechdnolusion SysLeiu" { L-cademark) , 
made by Ilosokawa Micron Corporation/ the carbon black 
4 - i)4 - 
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particles were fixed on the surfaces o£ the magnetite 
particles f thereby preparing a blackened magnetic 
material No. 1, 

[Preparation of Blackened Magnetic Material No. 2] 

Tp iUdynecite particles "MTS-305" (trademark), made 
by Tod| Kogyo Corporation/ aniline black was added in an 
amount ratio by weight of 8 wt<%» Using a commercially 
available mill "MECHANOMiLL" (trademark), made by Okada 
Seico Co., Ltd , or "Mechanotusi on SyatAm" {r.radftm^rk} , 
made by Hosokawa Micron Corporation/ the aniline black 
p<=u liulws weie fiAed on the surfaces of the magnetite 
particles f thereby preparing a blackened magnetic 
material No. 2. 

[Preparation of Carrier A J 

100 parts by weight of a silicone resin solution 
(trademark "SR2411", made by Dow Corning Toray Silicone 
Co,, Ltd,)/ 4 parts by weight of carbon black, and 100 
parts by weight of toluene were dispersed using a 
homomixer for 30 minutes to prepare a liquid for the 
formation of a resin ti 1ttk 

The thus obtained liquid for. the formation of a 

- 55 - 



20 0 11 43 5D inin KK CTC 



NO. 0423 P. 57 



resin |jilni and 1000 paxls by weight of spherical ferrite 
particles with an average particle diameter of 00 pm were 
set in a fluidised bed coating apparatus , so that the 
fcrritd particles were coated with the resin film. Thus, 
a carrier A was prepared. 

[Preparation of Toner] 

Example 1 

{Preparation of toner) 

Parts by weight 

Polyester resin 
(Mwr 104,100, Tg: 66°C, 
chloroform insoluble content; 5%, 
I$eak molecular weight: 15,000) 85 

styrene - methyl acrylare 15 

Carbon-coated magnetic 
material No. 1 (average particle 

diameter; 0,23 \m) 30 (21,9 wt%) 

Carbon black 3 (2,1 wt.t) 

Low-molecular weight polypropylene 5 

Metal-containing a2o compound 2 

A mixture of the above components was thoLouyhly 

stirred and blended in a Henschel mixer, and fused and 

kneaded in a roll mill at 130 to 140 °C for about 30 

minute^- After the kneaded mixture was cooled to room 

temperature, the resultant mixture was pulverized using a 
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jet mill pulveriser or mechanical pulverizer , and 
classified using a classifier by use of air flow, 

Thus, toner matrix particles with a volume mean 

i 

diameter of 9.0 pm were obtained, A commercially 

available hydrophobic silica was added in an amount ratio 

i 

of 0.7 'wt,% to the above prepared toner matrix particles, 
whereby a toner No- l according to the present invention 
was obtained. The saturation magnetization of the tune* 
No. 1 was 15-2 emu/g. The main peak in the molecular- 
weight distribution of the toner No» 1 was observed at 
10,000, and the half peak width in molecular weight 
distribution was 300,000- The content insoluble in THF 
was 0* ot the total weight ot the toner No. 1, 

4-0 parts by weight of the toner No* 1 anci 96.0 
parts tiy weight of Lhe carrier A were iuixed in a ball 
mill to provide a two-component developer No, 1 according 
to the present invention. 

Example 2 

The procedure Lol piep<*icttion of the toner No, 1 in 
Example 1 was repeated except that volume mean diameter 
of the toner matrix particles was changed from 9.0 to 
12.0 yak and that the amount ratio of the hydrophobic 
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silica Was changed from 0,7 to 0.5 wt.%. Thus, a toner No. 
2 according to the present invention was obtained. 

Usjing the above-mentioned toner No. 7, a two- 
component developer No. 2 ot the present invention was 
produced in the same manner as in Example 1, 

Example 3 

The procedure for preparation of the toner Mo. 1 in 
Example 1 was repeated except that volume mean diameter 

of the toner matrix particles was changed from 9.0 to 7.0 

f 

]im and that the amount ratio of the hydrophobic silica 
was changed from 0.7 to 0,9 wt,%. Thus, * Loner No, 3 
according to the present invention wa.3 obtained. 

Using the above-mentioned toner No. 3, a two- 
compononx developer No, 3 of the present invention was 
produced in rhs sama manner as in Example 1. 

Comparative Example 1 

The procedure for preparation of the toner No. 1 in 
Example 1 was repeated except that the carbon-coated 
magnetic material No. 1 for use in the formulation tor 
the toner No. 1 in Example i was replaced by a magnetic 
material not treated with carbon black. Thus, a 
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comparative loner No. 1 was obtained! 

Using the above-mentioned comparative toner No* 1, a 
comparative two-component developer No- 1 was produced in 
the sarijiQ manner as in Example 1. 

t 

Comparative Example 2 

The procedure lor pieparaliuii of the toner No* 1 in 
Example 1 was repeated except that the amount ratio of 
the carbon-coated magnetic material No- 1 for use in the 
formulation for the toner DJo, 1 in Example 1 was changed 
from 21.9 to .S wt.%, and that the amount ratio of the 
r.arhon 'bLacic was changed from 2.1 to 10 wt.%. Thus, a 
comparative toner No- 2 was obtained- The saturation 
magnetization of the obtained comparative toner No, 2 was 
5,8 emu/g. 

tiding the above-mentioned comparative toner No. 2, a 
comparative twa-cnmpn-n&nt rtevelnpsr No . ') was produced in 
che same manner as in Example 1. 

Comparative Example 3 

The procedure for preparation of the toner No* 1 in 
Example 1 was repeated except that the amount ratio of 
the rarhnn -coat eel magnetic material No- 1 tor use in the 
' - 59 - 
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i 

luimulation for the toner No. 1 in Example 1 was changed 
from 21.9 to 50 wt.%. Thus, comparative toner No, 3 was 
obtained. Tho saturation magnetisation of the obtained 
comparative toner No- 3 was 41.8 emu/g. 

Using the above-mentioned comparative toner No- 3, a 
comparative two-component developer No. 3 was produced In 
the same manner as in Example l. 

Example 4 

Tfcc procedure for preparation of the toner No, 1 in 
Example 1 was repeated except that th£ amount ratio o± 
thp. r.arbnn-r.oated magnetic material no. 1 for use in the 
formulation for the toner No* 1 in Example 1 was changed 
from 21.9 lu 36 wt.S* Thus, a toner No. 4 according to 
the present invention was obtained. The saturation 
magnetisation of the obtained toner No. 4 was 31,2 emu/g. 

Filing the above-ment.i oned tcrnar No. 4, a two- 
component developer No. 4 of the present invention was 
produced in the same manner as in Example 1, 

Example 5 

The procedure for preparation of the toner No- 1 in 
Example 1 was r«paatftd axcrapt that the average particle 
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diameter at the carbon-coated magnetic material No. 1 for 

j 

use in 'the formulation for the toner No. 1 in Example 1 
was chanyeU Z^oia 0-23 to 0,13 um« Thus, a toner No. 5 
according to the present invention waa obtained- The 
saturation magnetisation of the obtained toner No, 5 was 
16-2 emu/g. 

Using the above-mentioned toner No. 5, a two- 
rtomponent. developer NO. 5 of the present invention was 
produced in the same manner as in Example 1. 

Example 6 

The procedure for preparation of the toner No. 1 in 
Example 1 was repeated exr.ept that the average particle 
diameter of the carbon-coated magnetic material No. 1 for 

U5>e ixr Lhw luimuleiLiuii £ui thy tuner Nu . 1 iu Example 1 
was changed from 0.23 to 0.35 jam. Thus, a toner No. 6 
according to the present invention was obtained. The 
saturation magnetization of the obtained toner No. S was 
15.0 emu/g. 

using the above-mentioned toner No. 6, a two- 
component developer No. 6 of the present invention was 
produced in the same manner as in Example 1. 
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Example; 7 

P.far.t.fi ,by weight 

Polyester resin 
(Mw; 5,700, Tg: 63°C, 

THF insoluble content: 22%) 100 

s 

Low-molecular weight polypropylene 
(Trademark "viscol 550F", made by 
S^nyn r.hamicta! Tnriusfcri es, Ltd.) b 

Blackened magnetic material 
No. 1 (averaqe particle 

diameter; 0.23 Pill) 25 (18,8 wt%) 

Carbon black (Trademark *#44", 
made by Mitsubishi Chemical 

Corporation} 2 (1-5 wt%) 

Metal-containing aso compound 1 

A mixture of the above r.omponents was thoroughly 
stirred and blended in a Henschel mixer, and fused and 
kneaded in a roll mill at 130 to 140 °C for about 30 
minutes- After the kneaded mixture was cooled to room 
temperature, the resultant mixture was pulverised using a 
jet mill pulverizer or mechanical pulverizer, and 
classified using a classifier by use of air flow, 

TlfuSi toner matrix particles with a volume mean 

diameter of 9.0 pia were obtained. A commercially 

available hydrophobic 3ilica was added in an amount ratio 

of 0.7 wt,% to the above prepared toner matrix particles, 

whereby a toner No- v according to the present invention 
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was obtained. The saturation magnetization of the toner 
No. 7 was 13.fi p.mn/g. The main peak in the molecular 
weight distribution of the toner No, 7 was vbssxved at 
7,900, and the hdll peak width in molecular weight 
distribution was 13,000- The content insoluble in THF was 
18% of the total weight of the toner Mo. 7. 

4.0 parts by weight of the toner No. 7 and 96.0 
parts by weight of the carrier A were mixed in a ball 
mi I i to provide a two-component developer No. 7 according 
to the present invention. 

Example 3 

The toner was produced in the same manner as in 

t 

Example 7. 

The procedure for preparation of rhe two-component 
developer No, 7 in ExciiRple 7 was repeated yxcjspl thaL LUe 
13,0 parts by weight of the toner were mixed with 87.0 
parts by weight of th© carrier A. Thus, a two-component 
developer No. 8 according to the present invention was 
obtained. 

Compare tive £x&uple 4 

The procedure for preparation of the toner No. 7 in 
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Example 7 was repeated except that the blackened maqnetiu 
material No r 1 for use in the -CoriuulaLion for the toner 
Nc. 7 in Example 7 was replaced by a magnetic material 
not treated with carbon black. Thus, a comparative toner 
No. 4 was obtained. 

using the above-mentioned comparative toner No* 4, a 

i 

comparative two-component developer wo, 4 was produced in 
Lhe tfcuue manner as in Example 8. 

Example 9 

The procedure for preparation of the tcmsr Nn. 7 in 
Example 7 was repeat Art ftxr.p.pt. that the. amount ratio of 
the carbon black for use in the formulation for the Lon^i 
No, 7 in Example 7 was changed from 1,5 to 8 wt.%. Thus, 
a toner No- 9 according to the present invention was 
obtained. The saturation magnetisation of the obtained 
tonsr hip. 9 was 12.3 emu/g. 

lining the above-mentioned toner No, 9, a two- 
component developer No. 9 of the present invention was 
produced in the same manner as in Example 3. 

Example 10 

The procedure for preparation nf the. toner No. 7 in 
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Exampl^j 7 was repeated except that the carbon black was 
removed from the formulation for the toner No, 7 in 
Example 7, Thus, a toner No. 10 according to the prp.sftnt 
invention was obtained. The saturation magnetization of 
the obtained toner No. ID was 21.9 emu/g- 

Using the above-mentioned Loue.t No. 10, a two- 
component developer No- 10 o£ the present invention was 
produced in the came manner as in Example 8 . 

Exsunplo 11 

The prortftrinrs tor preparation of the toner No. 7 in 
fcixampl€ 7 was repeated except that the amount ratio of 
the blackened nidyneLlc material No, 1 for use in the 
formulation for the toner No. 7 in Example 7 was changed 
from 18.8 to 38 wt.%. Thus, a toner No- 11 according to 
the present invention was obtained. The saturation 
magnetization of the obtained toner No, 11 was 31.3 emu/g. 

Using the above-mentioned toner No. 11 , a iwu- 
utwupwieul Uttvalupex No. 11 of the present invention was 
produced in the same manner as in Example 8 * 

Example 1 0 

f. 

The procedure for preparation of the toner No. 7 in 
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Example: 7 was repeated except that the average particle 

diameter of the blackened magnetic material No. 1 for use 

i 

in the formulation for the toner No, 7 in Example 7 was 
changed from 0.23 to 0,13 prtu Thus, 3 toner No. 12 
according to the present invention was obtained. Thft 
saturation magnetization of the obtained toner No. 12 was 
13.8 emu/g. 

Using the above-mentioned toner No. 12, a two- 
component developer No, 12 of the present invention was 
produced in the same manner as in Example 8. 

Example 13 

The procedure for preparation of the toner No. 7 in 
Sxcimpltf 7 was itsywdleU except Ihal the cive-iaye paxliclet 
diameter of the blackened magnetic material No. 1 for use 
in the :f ormulation for the toner No, 7 in Example 7 was 
changed from 0.23 to 0.35 \m t Thus, a toner No. 13 
according to the present invention was obtained. The 
saturation magnetization of the obtained toner No. 13 was 
13.2 emu/g. 

Using the above-mentioned toner No. 13, a two- 
component developer No, 13 of the present invention was 
produced in the same manner as in Example 8. 
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Example 14 



hO 



Polyester resin (A) 
(Mw; 5,100, Tg: S3°C r 
THF insoluble content: 0%, 
softening point: 14S a C # 
pleak molecular weight: 4,100) 

polyester resin (B) 
(Mw: 6,200, Tg: 61°C, 
fHF insoluble content: 30%, 
softening point; 1QQ°C, 

peak molecular weight: 3,800) 50 

Oxidised rice bran wax 5 

Blackened magnetic material 
No. 2 (average particle 

Siameter: 0.25 5m) 30 (^.1 wttt) 

Metal-containing azo compound 1 



h mixture of the above components was thoroughly- 
stirred and blended in a Hcncchcl mixer, and fused and 
kneaded in a roll mill at 130 to 140°C for about 30 
minuted. After the kneaded mixture was cooled to mom 
temperature, the resultant mixture was pulverized usinq a 
jcsL mill pulverizer or mechanical pulverizer, and 
classified using a classifier by use of air flow- 
Thus, toner matrix particles with a volume mean 
i 

diameter of 6,8 um were obtained. A commercially 
available hydrophobic si lira was added in an amount ratxo 
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of 0*7 wt.% to the above prepared toner matrix particles, 
whereby a toner Wo, 14 according to the present invention 
was nhf;ain«ri. The saturation magnetization of the toner 
No, 14 was 17.3 emu/g. The main peak in the molecular 
weiqht (distribution of the toner No* 14 was observed at 
6,100, and the half peak width in molecular weight 
distribution was 10,000, The content insoluble in THF was 
13% of the total weight o£ the toner No. 14. 

13.0 parts by weight of the tonsr No. 14 and 87.0 
parts by weight of the carrier A were mixed in a ball 
mill to provide a two-componenL developed Nu. 14 
auwuxding to the present invention. 

[Evaluations] 

Each of the two-component developers pr^parfiri in 
bxamples l to 7 and comparative Examples 1 to 3 was set 
in a commercially available copying machine "MF-250" 
(trademark), made by Ricoh Company, Ltd. Each of the two- 
component developers prepared in Bxamples B to 14 and 
Comparative Example 4 was set in the abava-ment ion^ri 
copying machine *MF-700" (trademark), made by Kicoh 
Company , Ltd«, which was modified so as to have a 
development unit with a structure as shown in FIG. 1. 
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0. 

Image formation was carried out to evaluate the 
properties of each developer from various angles as shown 
below. For tha evalnati nri/ thft average was nhtaineri from 
the results at the initial stage and the results produced 
after making of 140,000 copies. 

(1) Fogging 

A plain white paper without any toner image was 
subjected to the electrophotographic copying process to 
ourpur. 4 n paper of A3 size. The AS-size paper thus 
outputted was evaluated in terms of the occurrence of 
fogging in such a manner that the optical densities of 
six portions arbitrarily chosen were measured with a 
McBeth reflection-type densitometer . 

The evaluation of the occurrence of fogging was 
carried out on live levels according to the obtained 
density- When no fogging occurred, the obtained density 
was equal to the reflection density of the plain paper. 
The higher the density, the worse the performance of 
fogging. 

THte results are shown in TABLE 1. The evaluation 
r.ntenon Is as tallows: 

5; Excellent (No fogging occurred.) 
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4 : Good 
3: Fair 
2:\ Poor 
la very poor 

(2) Unevenness of Imacje Density 

Uaing a chart entirely carrying halftone images, 
copies were continuously made on 15 sheets of paper (A4 
size) . The degree of unevenness in image density was 
visually inspected and evaluated on five levels. 

The results are shown in TABLE 1. The evaluation 
criterion is as follows: 

5: Excellent (The image density was even.) 

4 : Good 

3: Fair 

2: Poor 

l: very poor 

(3) UniluxmiLy in Solid Image 

Using a chart (A3 siae) carrying six colid image 
portions thereon, image formation was carried out on a 
sheet of paper of A3 size. The image densities of the six 
solid image portions were measured with a McBeth 
reflection-type densitometer. The uniformity in solid 
iuictye wd$ evaluated on five levels according to the 
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variation in the image densities at six positions. 

The results are shown in TABLE 1, The evaluation 
criterion is as follows: 

h: Excellent {solid images were uniformly produced.) 

4 : Good 

3; Fair 

2: Poor 

1; Very poor 

(4) Reproducibility of Thin 7*inA image* 

wir.h each r.wo-component developer set in the copying 
machine, the reproducibility of thin line images was 
evaluated on live levels. 

The results are shown in TABLE 1- The evaluation 
criterion is as follows s 

5: Excellent (Thin line images were taithtully 
reproduced, ) 

4 : Good 

3; Fair 

2 : Poor 

1: Very poor 

(5) Toner fixing properties 

Each two-component developer was set in a 
commercially available copying machine w mf-200" 
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(trademark), made by Ricoh Company, Ltd., equipped with 

an image fixing unit having a Teflon image fixing roller. 

i 

The image fixing unit was modified so as to permit: the 
surface temperature of the Teflon imaqe fixing rollex lu 
be variously changed, With the surface Leiupexdluxe set to 
d pxyUeLermined temperature, toner images were produced 
on sheets of paper (trademark "TYPE 6200", made by Ricoh 
Company, Ltd.)- 

Thus, the cold-nffsfil- occurrence temperature and the 
hor.-offser. occurrence temperature were obtained. 

For obtaining the cold-offset occurrence LempexaLuxe, 
d. Loner-image-bearing paper was allowed to pass through 
the Teflon image fixing roller at a linear velocity of 
120 to 150 mm/sec under a pressure of 1,2 kgf/cm 2 , with a 
nip width being set to 3 mm. The cold-offset temperature 
indicates a lower limit temperature at which image iixing 
is permissible, and the image fixing lower limit 
temperature of conventional toners designed to be fixed 
at lower temperatures is in the range of about 140 to 
150 U C- 

For obtaining the hot-offset occurrences temperature, 
a toner-image-bearing paper was allowed to pass through 
the Teflon imaqe fixinq roller dl <a line«u velocity of 50 
I - 72 - 
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mm/ Bee under a pressure of 2.0 kgf/cm 3 , with a nip width 
being set to 4.5 mm. 

The evaluation of ths imaga fixing performance at 
low temperatures was carried out on five levels according 
to the cold-offset occurrence temperature. The luwex the 
cold-oflsel occurrence temperature r the better the image 
fixing ^performance at lower temperatures. 

The results arc also shown in TABLE 1* The 
evaluation criterion is as follows: 
(Image fixing performance at tnwfir Temperatures) 

5; cold-offset temp, < 130 n c 

4: ino ft c =5 cold-offset occurrence temp, < I40°c 
3: 140 °C ^ cold-offset occurrence temp. < 150 W C 
2; 150 n C ^ cold-offset occurrence temp. < 160 °C 
1; 1€0 U C £ cold-offset occurrence temp. 
The evaluation of the anti-hot-offset performance 

was carried out on five levels according to the hnf- 

I 

offset occurrence tempftrafiira . Th*> higher the hot-offset 
occurrence temperature, the better the anti-hot-olf s«L 
perforiUduce. 

The results arc also shown in TABLE 1« The 
evaluation criterion is as follows: 
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(Anti-fcjpt-off set performance) 

5: hyL-offset occurrence temp, si 201 °C 
4: 2Q0*C ^ hor-nffssr. or.r.urrftnr.e r.emp. ^ l9l°C 
3: 1D0°C ^ hot-off oct occurrence tenxp. ^ 181°C 
2: 180°C ^ hot-offset occurrence temp, £ 171*C 
I 4 / 170°C s£ hot-offset occurrence temp. 
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